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(57)Abstract: 

PROBLEM TO BE SOLVED: To provide a high polymer electrolyte membrane reinforced 
substrate for solid high polymer type fuel cell improved oxidation resistance, acid resistance, 
and hydrolysis resistance, and to provide a high polymer electrolyte membrane, provided with 
proton conductivity, strength and heat resistance, using the base material. 
SOLUTION: This high polymer electrolyte membrane reinforced substrate consists of a porous 
sheet made of aramid resin, and the porous sheet is coated with fluororesin. As the porous 
sheet, nonwoven fabric of aramid resin is highly suited to use for this purpose. 
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Japan Patent Office is not responsible for 
any 

damages caused by the use of this 
translation. 

l.This document has been translated by 

computer. So the translation may not 

reflect the original precisely. 

2 **** shows the word which can not be 

translated. 

3.1n the drawings, any words are not 
translated. 



CLAIMS 



[Claim(s)] 

[Claim l] It is the polyelectrolyte film 
reinforcement base material which 
consists of a porous sheet which consists 
of an aramid resin, and is characterized 
by coating this porous sheet with the 
fluororesin. 

[Claim 2] The polyelectrolyte film 
reinforcement base material according to 
claim 1 characterized by a porous sheet 
being a nonwoven fabric. 
[Claim 3] The polyelectrolyte film 
reinforcement base material according to 
claim 1 or 2 to which a 
polytetrafluoroethylene (PTFE) comes 
out and the principal component of a 
fluororesin is characterized by a certain 
thing. 

[Claim 4] The polyelectrolyte film 
reinforcement base material according to 
claim 2 or 3 coated with the front face of 
the fiber which constitutes a nonwoven 



fabric by the fluororesin. 
[Claim 5] The manufacturing method of 
the polyelectrolyte film reinforcing 
materials characterized by for the porous 
sheet which consists of an aramid resin 
infiltrating the water dispersion of a 
fluororesin, and subsequently 

heat-treating. 

[Claim 6] The manufacturing method of 
the polyelectrolyte film reinforcement 
base material according to claim 5 
characterized by heat treatment 
temperature being 380 degrees C or less 
beyond the melting point of this 
fluororesin. 

[Claim 7] The manufacturing method of 
the polyelectrolyte film reinforcement 
base material according to claim 6 
characterized by the fluororesin 
solid-content concentration of the water 
dispersion of this fluororesin being 10 - 
50% of the weight. 

[Claim 8] It is the proton conductivity 
polyelectrolyte film which consisted of a 
porous sheet which consists of an aramid 
resin, and was reinforced with the 
polyelectrolyte film reinforcement base 
material characterized by coating this 
porous sheet with the fluororesin. 



DETAILED DESCRIPTION 



[Detailed Description of the Invention] 
[0001] 

[The technical field to which invention 
belongs] About the polyelectrolyte film 
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reinforcement base material excellent in 
mechanical strength and thermal 
resistance, and the proton conductivity 
polyelectrolyte film reinforced by that 
cause, in more detail, this invention 
consists of a porous sheet of an aramid 
resin, and relates to the proton 
conductivity polyelectrolyte film 
reinforced with the polyelectrolyte film 
reinforcement base material which raised 
oxidation resistance, acid resistance, and 
adding- water proof re solvability, its 
manufacturing method, and this 
reinforcement base material. 
[0002] 

[Description of the Prior Art! An aramid 
fiber is excellent in thermal resistance or 
intensity, and is used for the use for 
which those properties are needed. 
However, the present condition is fully 
being able to finishing harnessing with 
the feature which a use's is limited since [, 
such as oxidation resistance, acid 
resistance, and adding-waterproof 
re solvability, ] it is inferior 
chemical-resistant, and aramid fibers', 
such as thermal resistance's and 
intensity's, have. 

[0003] In recent years, a fuel cell attracts 
attention us a clean and efficient power 
supply from an environmental problem, 
and development of a solid-state 
macromolecule type fuel cell (PEFC) is 
actively performed from a viewpoint of a 
lowtemperature operation or a 
miniaturization. The polyelectrolyte film 



which PEFC uses is "Nafion" (Nafion, 
registered trademark of Du Pont.), the 
following - the same . Although the 
perfluoro sulfonic -acid film represented is 
used, thin film-ization is demanded from 
viewpoints, such as reduction of a 
membrane resistance, film moisture 
maintenance management nature, and 
lowcostizing. It is the mechanical 
strength-problem of a perfluoro 
sulfonic acid film, and film reinforcement 
technology becomes important for 
thin-film izing. The technology of making 
it composite ize with a 

tetrafluoroethylene extension porous 
membrane as film reinforcement 
technology is indicated by JP,8- 162132, A. 
However, since the surface tension of a 
tetrafluoroethylene extension porous 
membrane was small, it it is not only 
expensive as a base material, but had the 
problem that sinking [ of a dope ] in was 
difficult, from the wettability problem of 
a dope at the time of electrolyte dope 
sinking in. 

[0004] The demand to the oxidation 
resistance from a viewpoint of endurance 
is strong to the polyelectrolyte film 
reinforcement base material for PEFC, 
and the present condition is that only the 
fluorine system resin represented by the 
tetrafluoroethylene is used. 
[0005] On the other hand, there is 
technology coated with a fluororesin as 
technology which raises the chemical 
resistance of an aramid fiber. For 
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example, make a non- subtlety particle 
adhere, the mixture of the water 
dispersion of a polytetrafluoroethylene 
particle and fluoridation urethane is 
made to adhere after heat treatment, and 
there is rope-like matter (JP, 3 -2492 76, A) 
heat-treated at the method 
(JP,8-299719,A) of heat-treating and **60 
degrees C of melting points of a 
fluororesin. 
[0006] 

[Problem(s) to be Solved by the 
Invention] It is in the purpose of this 
invention offering the aramid porosity 
sheet with which oxidation resistance, 
acid resistance, and addingwaterproof 
resolvability have been improved, and 
offering the polyelectrolyte film for PEFC 
which has proton conductivity, intensity, 
and thermal resistance by using this as a 
polyelectrolyte film reinforcement base 
material for PEFC. 
[0007] 

[Means for Solving the Problem] The 
nonwoven fabric of excelling the fluorine 
system resin system in intensity which 
consists of the viewpoint of 
thin-film izing of the polyelectrolyte film 
for PEFC to an aramid fiber is 
advantageous as a reinforcement base 
material. Moreover, it is advantageous 
also in cost. However, oxidation 
resistance, acid resistance, and 
adding water proof resolvability pose a 
problem. 

[0008] As a result of inquiring 



wholeheartedly in view of such the 
present condition, the porous sheet which 
consists of an aramid resin excellent in 
oxidation resistance, acid resistance, and 
adding-water-proof resolvability is 
developed, and it came to complete this 
invention by using this as a 
polyelectrolyte film reinforcement base 
material for PEFC. 

[0009] That is, this invention consists of a 
porous sheet which consists of an aramid 
resin, and this porous sheet is a 
polyelectrolyte film reinforcement base 
material characterized by being coated 
with the fluororesin. 

[0010] Oxidation resistance, acid 
resistance, and addingwaterproof 
resolvability improve on the porous sheet 
which consists of an aramid resin by 
giving fluororesin coating, and this 
invention uses this for it as a 
polyelectrolyte film reinforcement base 
material in order to solve the 
above-mentioned technical problem. 
[0011] 

[Embodiments of the Invention] 
Hereafter, the polyelectrolyte film 
reinforcement base material and 
polyelectrolyte film of this invention are 
explained in detail. The polyelectrolyte 
film reinforcement base material of this 
invention is characterized by being the 
porous sheet which consists of an aramid 
resin coated with the fluororesin. 
[0012] Although there are some which 
consist of a meta mold aramid resin and 
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a Para type aramid resin in the aramid 
resin which forms the porous sheet used 
for the polyelectrolyte film reinforcement 
base material of this invention, it can use 
for this invention also with both. 
Moreover, it does not matter even if it is 
the copolymer or blend object with which 
a principal component consists of an 
aramid resin. 

[0013] paper with the permeability of the 
structure which what has the shape of a 
three dimensions mesh which the 
configuration of the porous sheet which 
consists of an aramid resin turns into 
from an aramid fiber in this invention, 
such as a nonwoven fabric and textiles, 
and the synthetic pulp which is an 
aramid polymer distribute - the 
configuration of the film which much 
pores which consist of a sheet [ like ] or 
an aramid resin opened is desirable The 
nonwoven fabric of 5 - 40 g/m2 is suitably 
used for a superintendent officer from a 
viewpoint of the proton conductivity of 
the electrolyte film reinforced by the ease 
of carrying out and this reinforcement 
base material of electrolyte film 
production which were especially 
reinforced by these reinforcement base 
materials, such as the ease of carrying 
out of coating, the impregnating ability of 
a polyelectrolyte dope, and the amount of 
sinking in. Intensity as a reinforcement 
base material cannot fully be maintained 
as a superintendent officer is less than 
two 5 g/m. Moreover, if a superintendent 



officer is larger than 40 g/m2, thickness 
will become thick and the voidage of a 
nonwoven fabric will also fall. For this 
reason, a membrane resistance becomes 
large and causes the fall of the 
conductivity of a polyelectrolyte film. 
[0014] The fluororesin which makes a 
polytetrafluoroethylene (PTFE) and this 
a principal component as a fluororesin 
which coats the porous sheet which 
consists of an aramid resin is used 
suitably. As a fluororesin which makes 
PTFE a principal component (50% of the 
weight or more of the whole preferably 
80 % of the weight or more), although 
tetrafluoroethyleneperfluoroalkyl vinyl 
ether copolymer (PFA) and 
tetrafluoroethylenehexafluoropropylene 
copolymer (FEP) ** is used suitably, for 
example, it is not limited to this. 
[0015] It is observable whether the 
porous sheet which consists of an aramid 
resin is coated with the fluororesin with 
an optical microscope and an electron 
microscope. Moreover, it can check also 
by the general surface analysis method of 
the Raman spectrometry. The amount of 
coating of a fluororesin can be estimated 
by measuring the weight before and 
behind coating. 

[0016] As for the polyelectrolyte film 
reinforcement base material of this 
invention, it is desirable that average 
thickness is [ air permeability ] two or 
less cc-in [ 10sec(s)/100 cc in ] air 
permeability in 80 micrometers or less. If 
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thickness exceeds 80 micrometers, 
although intensity goes up, since the 
thickness of the polyelectrolyte film 
reinforced by the polyelectrolyte film 
reinforcement base material of this 
invention becomes thick, it increases 
[ because the degree of swelling to the 
water of an electrolyte film falls / a 
membrane resistance ] and is not 
desirable. Air permeability shows the 
value measured with Gurley method 
(time taken for 100 cc air to penetrate 1 
inch of area of 2 by the pressure of 
2.3cmHg(s)). If this value is larger than 
10sec(s) / 100 ccin2, while 
composite ization of the polyelectrolyte 
by the coating method becomes difficult, 
it will become difficult from a polymer 
solution to also fully raise proton 
conductivity. 

[0017] The water dispersion of a 
fluororesin is infiltrated into the porous 
sheet which consists of a ** aramid resin 
although especially a limit does not have 
the manufacturing method of the 
polyelectrolyte film reinforcement base 
material of this invention, and it 
heat-treats, and the water dispersion of a 
fluororesin is infiltrated into the method 
and ** aramid ' fiber which coat this 
porous sheet with a fluororesin, it 
heat-treats, this fiber front face is coated 
with a fluororesin, and the method of a 
non woven fabric etc. carrying out a 
porous sheet using the obtained fiber, and 
making this this reinforcement base 



material is mentioned. Here, the 
simplicity of manufacture etc. to the 
former is desirable. Hereafter, this 
method is explained. 

[0018] The water dispersion of a 
fluororesin is infiltrated into the porous 
sheet which consists of this aramid resin, 
and it heat-treats, and as a method of 
coating this porous sheet with a 
fluororesin, a fluorine system resin water 
dispersion is infiltrated into an aramid 
nonwoven fabric, and an excessive 
fluororesin water dispersion is removed 
by drawing through with a roller, for 
example. After air- drying this, it 
heat-treats below 380 degrees C beyond 
the melting point of a fluororesin. Since a 
thermal contraction starts at the time of 
heat treatment, fixing with metal mold 
etc. is desirable. It is more desirable to 
carry out in the environment where the 
oxygen under nitrogen-gas-atmosphere 
mind etc. does not exist, although heat 
treatment may be performed in air. When 
oxygen exists, during heat treatment, the 
porous sheet which consists of an aramid 
resin may oxidize, and discoloration and 
the fall of physical properties may be 
caused. After [ heat treatment ] water 
cooling is carried out, and it cools rapidly. 
The polyelectrolyte film reinforcement 
base material in this invention is 
producible by air-drying this. 
[0019] 10 - 50 % of the weight is suitable 
for the fluororesin solid content 
concentration of this fluororesin water 
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dispersion used for coating. The front face 
of the resin (fiber which constitutes it in 
the case of a nonwoven fabric) which 
constitutes the porous sheet with which 
fluororesin solid-content concentration 
becomes being less than 10 % of the 
weight from an aramid resin cannot be 
enough worn by the fluororesin, and 
oxidation resistance is not fully improved. 
Moreover, it becomes [ if fluororesin 
solid content concentration is larger than 
50 % of the weight, will close the hole of 
the porous sheet with which a fluororesin 
consists of an aramid resin, and / a proton 
conductivity polyelectrolyte and 
composite ization ] difficult and is not 
desirable. Moreover, even if it can carry 
out [ **** l izing, a membrane resistance 
increases and an electrical property is not 
desirable. 

[0020] Although it heat-treats after 
infiltrating a fluororesin water dispersion 
into the porous sheet which consists of an 
aramid resin, it is desirable to perform 
heat treatment below 380 degrees C 
beyond the melting point of a fluororesin. 
It is difficult for a fluororesin not to 
dissolve that it is under the melting point 
of a fluororesin, but to fully wear the 
front face of a porous sheet by the 
fluororesin. Here, the front face of the 
hole inside a sheet, and in the case of a 
nonwoven fabric, with the front face of a 
porous sheet, the front face of each fiber 
is included in addition to both the front 
faces of a porous sheet. Moreover, if it 



heat-treats at temperature higher than 
380 degrees C, the pyrolysis of the porous 
sheet applied during heat treatment will 
start, and the fall of physical properties 
will be caused. Heat treatment time has 3 
- 10 desirable minutes. There is not 
sufficient time to coat a front face with 
the fluororesin which adhered that it was 
less than 3 minutes to the resin front face 
fusing and flowing. Moreover, if longer 
than 10 minutes, degradation of this 
porous sheet will start with heat 
treatment, and a problem will arise in 
respect of physical properties. 
[0021] Thus, the obtained porous sheet is 
substantially covered by the fluororesin 
by the grade by which oxidation 
resistance is fully improved, and, as for 
air permeability, what is two or less 
10sec(s)/100 cc-in is desirable from a 
viewpoint of an electrical property. 
[0022] The proton conductivity 
polyelectrolyte film reinforced by this 
polyelectrolyte film reinforcement base 
material is described. 
[0023] This proton conductivity 
polyelectrolyte film is complex with 
which it comes to put the 
above-mentioned poly membrane 
reinforcement base material and proton 
conductivity polymer together, and the 
point of having the dynamic thermal 
resistance of 300 degrees C or more is the 
feature. Dynamic heat-resistant 
temperature can be measured by 
mechanical thermal property analysis 
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(TMA). Here, the temperature up of the 
temperature was carried out to this 
proton conductivity polyelectrolyte film 
(the thickness of about 45mm, width of 
face of 5mm, the shape of a strip of paper 
with a length of 25mm) the speed for 
10- degree- C/by the lg load, and 
temperature to which a film fractures or 
a film is extended 10% was made into 
dynamic heat-resistant temperature. It 
becomes impossible for this temperature 
to guarantee the safety of the cell at the 
time of less than 300 degrees C covering 
the expenses of the temperature inside a 
cell rapidly by the anomalous reaction 
etc., and it is not desirable. 
[0024] This proton conductivity 
polyelectrolyte film can infiltrate proton 
conductivity polymer for example, into 
the above-mentioned polyelectrolyte film 
reinforcement base material, and can be 
manufactured by drying. Although the 
polysulfone into which the perfluoro 
sulfonic acid type resin represented by 
"Nation" as proton conductivity polymer, 
polystyrene sulfonate, and the sulfonic 
group were introduced, polyether 
sulphone, a polysulfone, etc. are 
mentioned, it is not limited to these. 
[0025] 

[Example] Hereafter, although the 
content of this invention is explained in 
detail using an example, this invention is 
not limited to these examples. 
The oxidation-resistant appraisal method 
in a <oxidationresistant model 



evaluation> example is described. 
However, oxidation -resistant evaluation 
is not limited to this. Although this 
invention has coated the aramid 
non woven fabric with the fluororesin for 
improvement in oxidation resistance, 
oxidation -resistant evaluation of a 
nonwoven fabric is "Proceedings of the 
Symposium - Electrode Materials and 
Process for Energy Conversion and 
Storage", Vol.77(6), p.314 (1977), and The. 
Electrochemical The method indicated by 
Soceity was made reference. A nonwoven 
fabric is immersed into the so-called 
Fenton reagent which mixed a 20 ppm 
iron sulfate (II) and (FeS04) with 30% of 
the weight of hydrogen peroxide solution, 
and it heat-treats at 68 degrees C. Thus, 
aging of the **** maximum stress of the 
processed nonwoven fabric can estimate 
the oxidation resistance of a nonwoven 
fabric. **** maximum stress pulls and is 
the maximum stress in an examination. 
The value (percentage shows) which 
broke the **** maximum stress of the 
nonwoven fabric after 24-hour heat 
treatment by **** maximum stress of an 
unsettled nonwoven fabric was made into 
the **** maximum- stress maintenance 
factor, and this was made into the 
oxidation -resistant index. 
[0026] The average thickness which 
consists of a [example l] meta mold 
aramid fiber (tradename : Conex, Teijin, 
Ltd. make) produced the nonwoven fabric 
of 20 g/m2 by 40 micrometers, the 
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superintendent officer produced by the 
dry type milling-paper method, the 
polytetrafluoroethylene (PTFE, 327 
degrees C of melting points) water 
dispersion (Daikin Industries make) 
whose solid content concentration is 30% 
was infiltrated into this, and it was made 
air-dry [ draw through and ] with a roller. 
This nonwoven fabric was fixed to metal 
mold, heat treatment was performed for 
10 minutes at 340 degrees C, and the 
polyelectrolyte film reinforcement base 
material was produced. The average 
thickness of this polyelectrolyte film 
reinforcement base material was 50 
micrometers, and air permeability was 
O.lsec(s) / 100 ccin2. Evaluation 
oxidation-resistant by method which was 
described about this nonwoven fabric in 
the top was performed. The **** 
maximum -stress maintenance factor was 
84.6%. A result is shown in drawing 1 . 
[0027] The average thickness which 
consists of a [example 2] meta-mold 
aramid fiber (tradename • Conex, Teijin, 
Ltd. make) produced the nonwoven fabric 
of 20 g/m2 by 40 micrometers, the 
superintendent officer produced by the 
dry type milling-paper method, the 
tetrafluoroethylene-hexailuoropropylene 
copolymer (FEP, 270 degrees C of melting 
points) water dispersion (Daikin 
Industries make) whose solid -content 
concentration is 30% was infiltrated into 
this, and it was made air-dry [ draw 
through and ] with a roller. This 



nonwoven fabric was fixed to metal mold, 
heat treatment was performed for 10 
minutes at 300 degrees C, and the 
polyelectrolyte film reinforcement base 
material was produced. The average 
thickness of this polyelectrolyte film 
reinforcement base material was 50 
micrometers. Air permeability is 0.1sec(s) 
/ 100 cc-in2. Evaluation 

oxidation-resistant by method which was 
described about this nonwoven fabric in 
the top was performed. The **** 
maximum-stress maintenance factor was 
81.3%. A result is shown in drawing 1 . 
[0028] The average thickness which 
consists of a [example 1 of comparison] 
meta-mold aramid fiber (tradename : 
Conex, Teijin, Ltd. make) produced the 
nonwoven fabric of 20 g/m2 by 40 
micrometers, the superintendent officer 
produced by the dry type milling-paper 
method, and evaluation 

oxidation-resistant by method which was 
described in the top was performed. 
0.04sec(s) / 100 cc in2, and the **** 
maximum-stress maintenance factor of 
the air permeability of this nonwoven 
fabric were 27.3%. A result is shown in 
drawing 1 . As for the aramid nonwoven 
fabric which coated the fluororesin which 
is the polyelectrolyte film reinforcement 
base material of this invention, compared 
with an aramid nonwoven fabric, 
oxidation resistance has been clearly 
improved from examples 1 and 2 and the 
example 1 of comparison. 
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[0029] It produced in the [example 3] 
example 1, the polyelectrolyte film 
reinforcement base material was placed 
on the polyethylene -terephthalate film, 
and the cast of the Nafion solution 
(Aldrich) of 10wt(s).% was carried out by 
the doctor knife of 200-micrometer path 
clearance from on the. Subsequently, the 
proton conductivity polyelectrolyte film 
reinforced with this reinforcement base 
material was produced by air-drying this. 
The dynamic heat-resistant temperature 
of this proton conductivity polyelectrolyte 
film was 400 degrees C or more. As a 
result of performing evaluation 
oxidation -resistant by method which was 
described about this proton conductivity 
electrolyte film in the top, the **** 
maximum -stress maintenance factor was 
82.1%. 

[0030] It produced in the [example 4] 
example 2, the polyelectrolyte film 
reinforcement base material was placed 
on the polyethylene -terephthalate film, 
and the cast of the Nafion solution 
(Aldrich) of 10wt(s).% was carried out by 
the doctor knife of 200-micrometer path 
clearance from on the. The proton 
conductivity polyelectrolyte film 
reinforced with this reinforcement base 
material according to it being air-dry was 
produced. The dynamic heat-resistant 
temperature of this proton conductivity 
polyelectrolyte film was 400 degrees C or 
more. As a result of performing 
evaluation oxidation-resistant by method 



which was described about this proton 
conductivity electrolyte film in the top, 
the **** maximum-stress maintenance 
factor was 79.4%. Maintaining oxidation 
resistance also with the proton 
conductivity electrolyte film equivalent to 
the polyelectrolyte film reinforcement 
base material of this invention which 
made the polyelectrolyte film 
reinforcement base material of this 
invention composite -ize with perfluoro 
sulfonic acid type resin from examples 3 
and 4 was shown. And compared with an 
aramid nonwoven fabric, as for the 
aramid nonwoven fabric which coated the 
fluororesin, acid resistance and 
adding-water-proof resolvability have 
also been improved. 

[0031] This was pierced and used for the 
diameter of 30mm using the electrode 
made from U.S. E-TEKINC which made 
the platinum of 0.38 mg/cm2 support as a 
[example 5] gas diffusion electrode. After 
being immersed for 2 hours into the ion 
exchange water which boiled the 
polyelectrolyte film obtained in the 
example 3 and making this film into a 
water state, water with a superfluous 
front face was wiped off, and it put by 
these two gas diffusion electrodes, and 
pressurized for 3 minutes by 9.8MPa(s) 
(100 kgf/cm2) at 100 degrees C, and the 
electrode zygote was obtained. About the 
obtained electrode zygote, humidification 
hydrogen and oxygen were supplied and 
fuel cell output characteristics were 
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evaluated under 80degree-C heating. 
Although ten single cells were produced, 
defects, such as a short circuit and a gas 
leak, do not have one, and the 
performance of 0.65V was obtained by 0.7 
A/cm2. 
[0032] 

[Effect of the Invention] As explained in 
full detail above, the oxidation resistance 
of the porous sheet which consists of an 
aramid resin by coating with a 
fluororesin according to this invention, 
acid resistance, and adding-waterproof 
resolvability were raised, and it became 
possible to use especially the porous sheet 
which consists of an aramid resin as a 
suitable polyelectrolyte film 

reinforcement base material for 
solid state macromolecule type fuel cells. 



DESCRIPTION OF DRAWINGS 



[Brief Description of the Drawings] 
[Drawing l] Drawing 1 shows aging of 
the **** maximum stress in 
oxidation-resistant evaluation of the 
nonwoven fabric of examples 1 and 2 and 
the examples 1 and 2 of comparison. 
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ft "9. «#7Ltt5/- htt^ySRWffi-Ca-^w V^^tL 

[0 00 1] 

ldf¥L<fl. 77; K#»0#?LttV"- h^?>ft!9, jft 

7 p n h>e#ttSS^«HM«-H'rstO"C*>6 0 
[0 0 0 2] 

77; Ktttt»aHRtt^9ftft^ffn. * 

-5Ck^e>fflii^RS^$n, SBIRtt^ififft i^o^7 7 
; K^^to1#«i:+»lcfS^L#ix-C^ftv^^ 

[0 0 0 3] Hffli^t>^ y -yfilM^l 

a*e>BttH5HF-S«**«ft (PEFC) <7>BHI63&SS3&^ 

r^7^r^->j (Na f i on. ^ tf^ttO^gUS 
So »TH«. ) tC^$^t^^-7/^n>;/^>^ 

Kauai >&*vci^a^ m&&i<7)m&. mckftVkftmm 
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2 

¥8-16213 2*4&*fcra, mffi&&mk ur h 

fif^feSt$*lXl^5 0 U&*U rh77/i/tDxfu> 
JEffi#7LR«3E«fff t LXiSffift*?ttXft< , ^<o^® 

[0004] PEFcmM^mmnms^mmzitm 

h77/vtnxf i/y|:ttS SlxS7jx fR^ttMB L^/B 
[000 5] 77; KSR»^»||iatt4:rpl±$* 

-2 9 9 7 1 9^«) s 7*ymffim<DM&±6 0*CX 
SftflyS Lfc P — TWIMt (WBB^p 3-249276 ^ 
20 ffi) ds*>6 0 
[000 6] 

tt. H»tt v iiHiD7K»*ftt^akgF*ixfc7 7^ K#7Ltt 

zmteffitt p e f cffl*»*m«wrK«r««-r a c t 

[00 0 7] 

30 K^»JK^a^e>> 77; K8^a^ft5^l8*l3 

a*U WKffcflu ©f»te, iB*D7k»«ftt^B8HkftSo 
[0 0 0 8] Cl<oJ:5fta«Sr«*«*ttS*b^:je*. 

d>P>ft5#7U4'>— hWU ^n^PEFCfflie5» 
^m*¥©IKM3fiS«-kbXfiJffii-6^kX, 

[0009] -ttet>h*mAn, 77^ K»ffi^e>fts 
40 #7Lttv- h^bft ti , m&n&i'- bny ymwmx 

[0010] *&mte. ±m(nwtm&M&:-fz>tctbT7 
[0011] 

&mt&x*m^wxmizL<>^x&m\znm-r& 9 * 

50 ^M^W^WJtBHi^Wtt^ySllWJB-ea-^-f 



3 

[0 0 12] *^IMcoia^«»SJK«^SH-^ffl^-5 
KttrUBR ^7177^ K«MB a* e> * t a* & s 

[0 0 13] *3MIK:*3ivc, 77; K«lB^?>/j:6* 
?Ltt^-ho*«f±. 77; KWU:D45W#, Mt 
»4^<oH»C7clHS«4:*i-Si><D, 77> K«*#"C 
fcS^j^/i^as^K^ 

fcV^ofcW^a*^ Btttt^S — 4 0 g /m 2 ^*^ 
as#^lwffll^*l5o Btfttass g/m 2 *«t-?*><5fc 

fc, Bfttt#4 0 g/m 2 J: 9*#v^fcBWj6SJKft 
[0 0 14] 77; K«HBd*e>*S#7Ltt^- h£n- 

U> (PTFE) M^tl^±^l:f5 7yiW^ 
»a»dfflVNbix5o PTFE^d (^5 011 

%sut, »*u<«8 oit%^±) t-r^y^mmm 

k UTJis tllttfr h7 7/^nif ^y^-7W 
p 7;i/^r^ en/wx-r^l^* (PFA) , f h7 

(fep) , d5»ja^v^ns*^ z-ti\zmmzti& 

[0 0 15] 77^; K*JBa*&fc6#?Ltt->- H:7y 
[0016] ^WOiB^m^SKtt^SW^^K 

j&S 8 0/i mJ£*T-?3K5Sas 10sec/100cc- 
i n 2 ^T^St^^)^<l:W^li> 0 W^8 0 

(10 0c ctf>££vri*l i n 2 (DffifM%:2. 3 c mH g 
^LTV^o C<Dfga*l Osec/lOOcc-in 2 
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[ooi7] *ftw<Dmft*mmnmffi&mtt<omm&; 

flWwfWKttttv^, 3)77; K«»J:Ofca#?Ltt*> 

®77; KIWIJw7 2x*«»<D*^1Rttt^«S*fR» 
ML. »$Sti$fflS:7ix«tP-7^y^U 

[0 0 18] CCOT7; KWgi»9/cC5#7Lt4v— hid 

«x.tf. 77; b^mm^ vmzkmmfrftWtm* 

i^#fit6<i:MIt^77; K«IBa»e>tt*#?Ltt 

[0 0 19] 3-f ^ y^i:fflv^R7 y**ll6*»» 
?&C07 j/i«@^»Stt 10-50 
7 ^ilii^M^ 1 Off 
30 77; K*»a»& ft 5#?U*S/— h£«/£LTl*5«Mg 

. *xfci\, 7 s/i»li^MSj5 s 5 011% J: 5 

[0 0 2 0] 77 5 K«»^b45#7LffiV- HC7 y 
40 M1I17 y *»ffi<D»^£Jl± 3 8 O^TTfT 5 Ori* 

?zknmi>\<\ ~zx\ &K&i'-b<Dmmkt±. & 
50 -^-o-^-r^oiw-h^^^a^^v^ ^rc. io#<t 



5 

[0 0 2 1] CO J; 5l-LX#^ttfc#?Ltt>'- htt. 
W#Jl-|gfc>n, 8*C£fl 10sec/100cc-in 
[0 0 2 2] BEK^tt^SlHilttX^l^t 
[0 0 2 3] K^o h Vfii»ttK»T-«*BIBtt, -MB 

fc*ixT*s«^»-efc5, 3 o 0X,$k±.<oJi^$itm 
««»IRftWffi»«f (tma) t»S-e#*. 

h is&m&mft*mM®m mmm* 5 m 

m, |5mm, g$2 5mm^)SiW la g <D^H"C 

fc 0 w^iaS^SOO^SlT^, a«RJS*irJ:9« 

T?#*<tt9»*L<*V\ 
[0 0 2 4] Kyn. h^e«M*i**HP«WKMW:. #J;i 

[0 0 2 5] 

immm] j^t, ^m<nn^%mm^m^xvm\^. 

^(OmWtit^(T>WMn" Proceedings of 
the Symposium on Electro 
de Materials and Process 
for Energy Conversion and 
Storage", Vol. 7 7 (6), p. 314 
(1977) , The Electrochemica 
1 S o c e i t y {^1Bife$tuXV>-5^&^##lCL 

tc 0 3 o mm%(D^mt^m^ 2 o P P m<nm&®L 

(II) (Fe SO4) £ig^£:l^;b*J>SF e n t on 

5lo3BO»R-ew»*rt;*-e«)S. 2 4B*iHSR«yg«<D 
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[0 0 2 6] [S»t«l] ^177; KflHt (i§p°p 
£ : *A#5fc£tt8l) d*6*a¥*&BW: 

^4 0 /zm. @#ft^2 0 g/m 2 (7)^^i^g:^it 
«fe^J:D^»U ^*t^H»»»K3fls 3 0%O7Ky x h 
^A^P^U^ (PTFE, ftS3 2 7 c C) 

m, ^CfiteO. Isec/l00cc-i n 2 "C$>o 

ttOffflSS:*3C*ofc 0 3l36**JC*j|6«p*tt8 4. 6 

[0 0 2 7] [H*£#J2] ^17 7 ^ K«*6 (jg« p p 
£ : r,-**,^;*, «At*^tfcS!) frbttZ^mWf. 

ifcK:J:?>fWHU rixCi^MS^ 3 0 %<dt h77 

(fep, B,fi2 7 0t) 7k#ffei& 

£&Ml-@5£U 3 0 0*C-ei OfMKU&tEM&35Z*W 

5 0m m-CJbofco S^lSte 
0. 1 s e c/1 0 0 c c • i n 2 Q ^ cO^Fjg&flj (COl^ 

fc, g|3S»*iC**«f*fl8 1. 3%*T?*>ofc 0 ft** 

HI 1 ^^i~ 0 

30 [0 0 2 8] [tfcKMdl] ^177^; Kffi*S (ffip p p 
3 #A«5fc#tfc») ^6ft6T*9BW 

^4 0 Mm, @#ft^2 0 g/m 2 C0^^^r^»it 

i^C/j:o/c 0 C^ifgtffrc^^gflO. 04 sec 
/ 1 0 0 c c • in 2 , 5l35ft*JS;fc»»*fi 2 7. 3 

#J 1 ^fe*3BMoiB»^«»KI««3aS«--e*>S7 
IK^-r^y^Uc77^ K«li^f)^l:77 

40 [0029] [n^^j 3 ] mmm i -ef^« i,m^mm 

lcB#. ^IHiOwt. %<^^-7>r^>iS« (A 

1 dr i chtt) ?:2 0 0 MmCD^ y T^>^(D V? # 
—r-i ~7X*^^ Y Lfc Q o^T-rfL^ja^-r^C <hl^ 

*^W4H«liaKtt 4 o o^ix^ofco h 

^&m&mMmmi^^x±xft'<tc. x ? ta^mvwmt 

50 2. l%T*fcofc 0 
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[0030] mmm a ] mmm 2 x^m ^m#*mm 

twlHlOwt. (A 
ldrich?±)£200 vm<D? ]) Ty^^(D ? 

«4 0 o^^JiT^o/co ;wyDhy6§WIg 

#ofc*£m. 5l^ft>Cf&^li^fi7 9. 4%T*fco 10 

[0 0 3 1] tfXtfcmmmk IXO. 3 8 

mg/cm 2 OSM^$t«|E-TEK I NC 

fc 0 mmmzx^hfttz-Mft^mMmm*. mmi^t^ 20 
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2%tX*i%^&. 10 0^(1X9. 8MPa (10 0k 
g f/cm 2 ) X*3»P H WD/ELm^^*^#/c 0 #e> 

titcmm^m^^^x, tom&mRxfmm&i&feirS 
ox:temTxmnmmmfiftVkzwmi,tc 0 iow 

t>t£<, 0. 7A/cm 2 "CO. 6 5V<Df4fg^#^n 
[0 0 3 2] 

rf, 7j/imr^-f^mcK'77^ k*mib 

[BE^«*ftKW] 

mil mmmmmi, 2-at«fc««i* 2<a*ia# 



[(Hi] 




(51) Int. CI. 7 ^S'Jie^- FI r~f3-K (##) 

H 0 1 M 8/10 H 0 1 M 8/10 
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F*-.M##) 4D006 GA16 MA03 MA06 MA09 MA11 
MA31 MA40 MB11 MB12 MB15 
MB 16 MB 17 MB20 MC28 MC30X 
MC54X NA03 NA46 NA62 
NA63 PC80 

4F006 AA38 AA51 AB19 BA16 CA08 
DA04 EA05 

4F072 AA04 AB06 AB29 AD07 AG03 
AG14 AH03 AH22 AJ04 AK20 

4F100 AK17B AK18B AK47A BA02 
DG15A DJ10A EH41 EH411 
EH46 EH462 EJ42 GB56 
JB01 JB03 YYOOB 

5H026 AA06 BBOO BB01 BB03 BB04 
CX03 CX05 EE18 EE19 HH05 



